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JEWELRY & ENAMELING

PROCESSES

Filing

Laying
out the
Strip

Cutting

Truing
Annealing
Pickling
Dapping

Annealing
Waxing

Placing
the '
Draw
Plate
in the
Vise

PREPARATION FOR TUBE DRAWING

File the'edge of the metal a little longer than
the desired length of the finished tube.

Hold one arm of the dividers against the trued
edge of the metal.

Scratch, with the other arm of the dividers, a
line on the metal parallel with the filed edge;
the width of the strip should be three and one-
half (plus the gauge of the metal) times the
diameter of the desired tube.

Cut the metal with the shears along the
scratched line.

Cut the end to a %-inch blunt taper as shown
in (1) Fig. 26.

File the edges true; the edges must be parallel.
Anneal the strip.
Clean in pickle.

Place the block of wood in the jaws of the table

vise.

Place the strip of metal evenly in the groove.

Tap the metal in the groove.

Round the edges slightly as shown in  (2)

Fig. 26.

Anneal the strip.

Rub both sides of the strip with beeswax.
Place the draw plate horizontally in the jaws
of the table vise with the tapered holes toward
the worker.